AMENDMENT NO. 1 AUGUST 2022 


TO 


IS 26 : 1992 TIN INGOT — SPECIFICATION 


( Fourth Revision ) 


(Page 1, clause 1.2) — Substitute 'IS 4280' for TS 4280 : 1970 ‘Refined secondary tin (first revision )’.' 
(Page 1, clause 2) — Substitute the following for the existing: 


‘2 REFERENCES 


The following standards contain provisions which through reference in this text, constitute provisions of this 
standard. At the time of publication, the editions indicated were valid. All standards are subjected to revision, 
and parties to agreements based on this standard are encouraged to investigate the possibility ofapplying the 
most recent editions of the standards indicated below: 


IS No. Title 


1387 : 1993 General requirements for the supply of metallurgical materials 
(second revision) 


1817: 1961 Methods of sampling non - Ferrous metals for chemical analysis 
1940 : 1969 Methods of chemical analysis of tin ingot (first revision) 
4280 : 1992 Refined secondary tin — Ingot - Specification (second revision)’ 


(Page 1, clause 3) — Substitute the following for the existing: 
‘3 GRADES 


This standard covers two grades of virgin Tin namely Sn 99.85 and Sn 99.75 as given in Table 1.’ 


(Page 1, clause 4.1) — Substitute IS 1387' for 'IS 1387 : 1967’. 


(Page 1, Table 1) — Substitute the following for the existing table: 


Price Group 2 


Amendment No. 1 to IS 26 : 1992 


Table 1 Chemical Composition of Tin Ingot 
(Clauses 3 and 6.1) 


Element Grade Sn 99.75 Grade Sn 99.85 
(1) (2) (3) 

Tin, Min 99.75 99.85 
Lead, Max 0.08 0.05 
Antimony, Max 0.08 0.05 
Bismuth, Max 0.08 0.03 
Copper, Max 0.05 0.05 
Arsenic, Max 0.05 0.03 
Iron , Max 0.01 0.01 
Aluminium, Max - 0.001 
Cadmium, Max - 0.001 
Zinc, Max - 0.001 
Total , Max 0.025 0.15 


“NOTE —The possible presence of other unnamed/incidental elements is not precluded. However, analysis shall regularly be made 
only for the impurities listed in the table. The major element (Tin) shall be determined by difference between the sum of total 
elements analysed and 100 percent. By agreement between manufacturer and the purchaser, analysis may be required and limits 
established for elements not specified.’ 


(Page 1, clause 6.2, line 2 and 5) — Substitute ‘IS 1940’ for 'IS 1940 : 1969’ 
(Page 1, clause 8.2) — Substitute TS 1817' for 'IS 1817 : 1961". 
(Page 2, clause 11.2) — Substitute the following for the existing: 


‘11.2 BIS Certification Marking 


The product(s) conforming to the requirements of this standard may be certified as per the conformity 
assessment schemes under the provisions of the Bureau of Indian Standards Act, 2016 and the Rules and 
Regulations framed thereunder, and the product(s) may be marked with the Standard Mark.’ 
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